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STATE  OF INDIANA.

Analysis No. 9.

Analysis of the oolitic limestone of Bedford, Indiana, which,
is so widely used as a fluxing Fme in the glass sand industry of West
Virginia is as follows:

Silica, Si02, and moisture......................................         .68

Ferric oxide and alumina, Fe203, ALO^..............         .15

Calcium carbonate, CaCO3......................................      98.27

Magnesium carbonate, MgCO3..............................         .84

99.90

STATE OF WEST VIRGINIA.

Analysis No. 10.

Analysis    of   the    Martinsburg, -West   Virginia,   limestone   as
furnished by the Standard Lime and Stone Company is as follows:

Silica, SiO2................................................................      1.670

Iron oxide and alumina, Fe203, AL03.................876

Organic matter...........................................................122

Total insoluble..........

Ferric oxide, Fe2O3 ........

Alumina, A1203..................

Lime, CaO..........................

Magnesia, MgO ................

Sulphur trioxide, S03 ....

Oarbon dioxide, C02........

Water, H2O ........................

10>0.00um carbonate, MgC03, equivalent to
